RG104 Eg Box 151 
GCreasury Hepartment, 


OFFICE OF THE DIRECTOR OF THE MINT, 


Washinglen, B, E, ay i . 08tE 
Sn, dnl, Fy | 


Mint U. 8., 


Superintendent 
si ‘A. a Q, ; 


Sir y 
SF transmit herewith the CUssayer’s report upon assay coins taken from 
the first and two subsequent deliveries in each week at your Mint during 


the Wonth of AH ANC Ap— 9S rs d, and forwarded for test ws 


prescribed by the Regulations 


The coins were found to be within the legal limits of tolerance. 


Respect fudiy YOUrS, 







for of the Mint. 


(Ed. 2-2-"s8-500,] 
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\ 
Treasury Department, 


BUREAU OF THE MINT, 


Washington, GF. G, il # y : 1880. 


Assuper. @ Report of Test Coins, isswed i the Mint of the U.S. 


at a Ghul hil Laoedh? ay in Mare WY...» 48 1880: 


WEIGHT FINENESS. 
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Treasury Department, 


BUREAU OF THE MINT, 


Washington, G. C., Mf) Mog yf 5 8ad. 
Assaper's tport of Test Coins, issued at the Mint of the U.S. 


i neal 188: 


UM , in Marek 
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Treasury Department, 


BUREAU OF THE MINT, 


Washington, D Y 6 May H : Pe 


Sante ‘pert of Test M4 oins issued 3 the Mint of the U.S. 
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ndolh/ Ce ,in }) (orel seed: 
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Treasury Department, 
BUREAU OF THE MINT, 


Washington, GD. G., Mae 4f “ Ph 


Assape yf port of Te if: oins, issued. at the Mint of the U.S. 
me) dn nolal hae wen inet. 1885: 
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Treasury Department, 


BUREAU OF THE MINT, 


Washington, GG. mM a Xf ; 86d 


Assuper. eport of Test Coins, issued. at the Mint of the U.S. 
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Treasury Department, 
BUREAU OF THE MINT 


Washington, Gg. 6., Iilay Y y isd. 
( <i een 
Assuper s » Dhl of Test Coins, isswed_at the Mint of the U.S 


hil la delua. 7 arek, :203" 1885: 
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‘ Treasury Department, 


BUREAU 0 THE MINT, 
7 7 > fe ({ d / 
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WPL. 


No. 170. 

Treasury Department, 

Office of the Director of the Mint, 
Washington, D.C., 

May 7, 1888 


Hon. Daniel M. Fox, 
Superintendent Mint U.S., 
Philadelphia, Pa. 

Sir: 

I transmit herewith the Assayer’s report upon assay coins taken from the first and two 
subsequent deliveries in each week at your Mint during the Month of March, 1888, and 
forwarded for test as prescribed by the Regulations. 

The coins were found to be within the legal limits of tolerance. 

Respectfully yours, 

Jas. P. Kimball 

Director of the Mint. 


(Ed. 2-2-’88-500.) 
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[Table One:] 

1 

Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 
May 4, 1888 


Assayer’s Report, of Test Coins, issued at the Mint of the U.S. at Philadelphia, in March, 1888: 












































Denomination. | No. of Weight. Weight. Fineness. Fineness. 
Delivery. Grains. Dec. Gold. Silver. 
Standard 49 411 83 0 899.5 
Silver Dollars. 
412 90 Tr. | 900.7 
J 412 95 0 901.3 
413 Ol 0 901.3 
ap 412 72 0 898.6 
412 20 0 8993 
55 412 76 0 899.1 
412 22 Tr. | 899.8 
D7 413 50 0 899.6 
412 58 0 900.4 
61 412 90 0 900.7 
412 (= 0 899.8 


























W.P. Lauren 
Assayer. 


NARA RG104, Entry 1, Box 151 


[Table Two:] 

Z 

Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 
May 4, 1888 


Assayer’s Report, of Test Coins, issued at the Mint of the U.S. at Philadelphia, in March, 1888: 












































Denomination. | No. of Weight. Weight. Fineness. Fineness. 
Delivery. Grains. Dec. Gold. Silver. 
Standard 63 413 45 0 898.6 
Silver Dollars 
411 45 0 900.4 
65 413 1D 0 901.6 
412 90 0 899.8 
67 412 99 Tr. 900.2 
413 00 Tr. 900.0 
69 412 95 abe 900.4 
412 22. Tr. 900.0 
71 413 03 0 900.0 
412 90 0 899.8 
74 413 a2 Tr. 900.0 
413 00 Tr. 899.6 


























W.P. Lauren 
Assayer. 


NARA RG104, Entry 1, Box 151 


[Table Three: ] 

3 

Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 
May 4, 1888 


Assayer’s Report, of Test Coins, issued at the Mint of the U.S. at Philadelphia, in March, 1888: 

















Denomination. | No. of Weight. Weight. Fineness. Fineness. 
Delivery. Grains. Dec. Gold. Silver. 
Standard 78 411 75 Tr. 899.8 
Silver Dollars 
413 05 Tr. 901.8 
Average 412 1D Average 900.08 
Weight Fineness 


























W.P. Lauren 
Assayer. 


NARA RG104, Entry 1, Box 151 


[Table Four: ] 

4 

Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 
May 4, 1888 


Assayer’s Report, of Test Coins, issued at the Mint of the U.S. at Philadelphia, in March, 1888: 

































































Denomination. | No. of Weight. Weight. Fineness. Fineness. 
Delivery. Grains. Dec. Gold. Silver. 
Dimes 32 38 97 
38 44 
38 57 
38 59 
38 48 
38 80 Tr. 899.8 
38 67 
38 78 
38 61 
38 83. 
Average 38 67 
Weight 
W.P. Lauren 


Assayer. 
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[Table Five:] 

S) 

Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 
May 4, 1888 


Assayer’s Report, of Test Coins, issued at the Mint of the U.S. at Philadelphia, in March, 1888: 

































































Denomination. | No. of Weight. Weight. Fineness. Fineness. 
Delivery. Grains. Dec. Gold. Silver. 
Dimes 72 38 63 
38 26 
38 26 
38 68 
38 88 
38 38 dives 900.0 
38 35 
38 af 
38 34 
38 67 
Average 38 48 
Weight 
W.P. Lauren 


Assayer. 


NARA RG104, Entry 1, Box 151 


[Table Six:] 


6 


Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 


May 4, 1888 


Assayer’s Report, of Test Coins, issued at the Mint of the U.S. at Philadelphia, in March, 1888: 



































Denomination. | No. of Weight. Weight. Fineness. Fineness. 
Delivery. Grains. Dec. Gold. Silver. 
Half-Dollar 58 194 00 Tr. 901.3 
Quarter-Dollar | 59 96 83 Tr. 900.2 
W.P. Lauren 


Assayer. 
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[Table Seven:] 


7 


Treasury Department, 
Bureau of the Mint, 
Washington, D.C., 


May 4, 1888 


Assayer’s Report, of Test Coins, issued at the Mint of the U.S. at Philadelphia, in March, 1888: 



































Denomination. | No. of Weight. Weight. Fineness. Fineness. 
Delivery. Grains. Dec. Gold. Silver. 
Eagle 1 258 19 900 1 8 
Half-Eagle 1 128 90 899 9 8 
W.P. Lauren 


Assayer. 





